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For making spirit copal varnishes only such copals can
be used as will readily dissolve to a clear solution, free from
slimy or stringy qualities. Manila and Borneo copals are
used, the soft Angola and the newer Sierra Leone.
These varnishes may be made by such formulas as the
following:
(a)  Manila copal.............................      16 parts
Venice turpentine.........................4 to 5    "
Alcohol (95 per cent)......................      30    "
(b)  Borneo copal.............................      11 parts
Elemi...................................        4    "
Alcohol..................................      27    "
(c)  Sierra Leone copal........................      10 parts
Venice turpentine.........................        3    "
Alcohol..................................      10    "
Rosin varnishes, which can be used on common work,
are made from American rosin:
(a)  White rosin..............................      22 parts
Venice turpentine.........................        4    u
Alcohol (95 per cent)......................      15    "
(b)  Pale rosin................................      23 parts
Venice turpentine.........................        4    "
Alcohol..................................      16    "
(c)  Dark rosin...............................      22 parts
Thick turpentine..........................        4    "
Alcohol (95 per cent).......................      14    "
(d)  Rosin....................................      22 parts
Thick turpentine..........................       4    "
Oil of turpentine..........................       4    "
Alcohol..................................      12    "
2. VARIOUS NEW VARNISHES, VOLATILE AND NON-VOLATILE
Although the matt (or flat) varnishes have been described
several times, e.g.j under the subject of monochlorbenzole,
it will be in place to give here some further particulars
regarding them*